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Thr rharje for tho pots varies from l>00 to  1,000 ||,s. of alloy, and the aiiu.unt  of arid reM.;ired vanes in.in l! to 1>J, times the weight of the alloy,
o
tlcjM'miHi;,' «ni flit* cuinpo ifjou of ihr laltrr. Ahout one-half of tJie acid, \\hit-h i- ;-fiuni! roniiunriul acid of <H> B. (sp. »r. 1'Sf)) is added at livsl, and tluv t«»ii»j»rratur*» ratitiously raised to boiling point., when the potbv law in the gold coins of the United tStates. [f the ordinarv proportion of 2.1 parts of silver to 1 of gold is used, horever, the gold can be obtained about Wtt to (.H)S fine, and the fineness of the gold can be increased to about (.»(,)(.) by fusing it, first with bisulphate of potash and subsequently with nitre. Dore sihei containing only a few parts of gold per 1,000, when subjected in the form of bars to the action of the acid, instead of being granulated, yielded uold at San Francisco of i)J)6 fine, after one boiling onlv.
